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ABSTRACT 



A first P-type diffusion layea" is formed on a semiconductor 
substrate. A photodiode is formed thereon. A transfer chan- 
nel is formed on the semiconductor substrate. Agate insu- 
lating film is grown from a silicon oxide film on the 
semiconductor substrate. A transfer gate electrode is formed 
on the gate insulating film by patterning polysilicon. A 
light-shielding film of a metallic evaporation fikn is formed 
on the transfer gate electrode so that light cannot enter the 
transmission channel only to be a smear component. A 
difference in level of about 2 to 4 fmi is formed on the 
semiconductor substrate of the transfer channel due to the 
transfer gate electrode and the Hghl-shielding film. An 
underlying smooth layer is formed to smooth the surface 
difference in level, and a first light-shielding layer is formed 
on it A transparent film is" formed on it, and a third 
hght-shielding layer is formed via a second light-shielding 
layer and a transparent fihn. Further, a transparent film 
having the same material and the same film thickness as the 
above transparent film covers the third lig ht-shi elding layer, 
and then is smoothed. An on-chip lenTirforS^onlrThiJs. 
a negative influence of a flare light can be prevented. 



13 Claims, 11 Drawing Sheets 
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ON-CHIP SCREEN TYPE SOLID STATE 
IMAGE SENSOR AND MANUFACTURING 
METHOD THEREOF 

BACKGROUND OF THE INVENTION 

1 . Field of the Invention 

The present invention relates to solid state image sensors 
having a plurality of light-shielding layers, and manufactur- 
ing methods of such sensors. 

2. Description of the Related Prior Art 

One recent means for making a solid state image sensor 
colorable is a filter bonding method which bonds a color film 
layer formed on a plate glass to a solid state image sensing 15 
device. However, to deal with more complicated manufac- 
turing processes and further advanced devices' minuteness, 
the above method has gradually been superseded by a 
so-called on-chip color filter method which forms a color 
filter layer directly on a semiconductor substrate carrying the 20 
solid slate image sensing device. In addition, especially for 
a compact solid state image sensor, a micro lens, which 
focuses incident light onto a light-receiving portion, is 
moimted on the color filter layer, impiroving light-receiving 
sensitivity. 25 

A description will now be given of conventional solid 
state image sensors. FIG. 23 shows a sectional view of a 
principal part of the conventional solid state image sensor, 
giving an example of the color filter bonding method. 

A semiconductor substrate 1 carrying the solid state image 30 
sensing device has a terribly rough surface; accordingly, the 
surface is first smoothed by an underlying smooth layer 4 
and then a transparent layer 6 is mounted on it. Subse- 
quently, a color filter 13 is bonded onto it via a color filter 
bonding layer 12. A light-shielding layer 14, which com- 3^ 
prises a light-absorption layer or a light-reflection layer 
formed on a plate glass surface of the color filter 13, is 
arranged so as to coat a vertical CCD 10 and shield stray 
light (referred to hereinafter as flare light) from entering a 
phoiodiode 2. Incident light 8 transmitting through an opti- 
cal system of a video camera reaches the photodiode 2 via 
the color filter 13, and its optical energy is converted into an 
electric signal. 

FIGS. 24 and 25 each show sectional views of principal 
parts of other conventional solid state image sensors, taking 
examples of the on-chip filter method. 

In general, according to the on-chip filter method, the 
underlying smooth layer 4, a light-shielding layer 5. a 
transparent film 6, and a focus lens 11 (referred to herein- 
after as an on-chip lens) are stacked, as shown in HG. 24, 
on the semiconductor substrate 1 which carries the solid 
state image sensing device. The incident light 8 focused by 
the on-chip lens 11 is thus efiSciently led to the photodiode 
2. The light-shielding layer 5 formed in the transparent film 
6 shields flare light as internal reflection light 9 from being 
taken as spurious signals in the photodiode 2. 

FIG. 25 shows a solid state image sensor which has the 
light- shielding layer 5 thicker than that of the conventional . 
solid state image sensor shown in FIG. 24, and is designed 
to more completely shield flare light by controlling the 
thickness. However, the above conventional constructions 
have the following disadvantages, and thus cannot shield 
flare light satisfactorily: 

According to the solid state image sensor employing the 65 
filter bonding method shown in FIG. 23, an obliquely 
entering beam of the incident light 8 is reflected by the 



light-shielding film 3, then repeatedly reflected on the color 
filler 13 and/or in the transparent film 6 and finally, unex- 
pectedly reaches the photodiode 2 only to cause a spurious 
signal. 

According to the solid state image sensor employing the 
on-chip filter method shovra in FIG. 24, the light-shielding 
layer 5 cannot satisfactorily absorb and shield, due to its thin 
single layer construction, flare light generated from the 
obliquely entering light 8; the flare light is repeatedly 
reflected in the shielding film 3 or the like, and unexpectedly 
reaches the photodiode 2 only to cause a spurious signal. 

On the other hand, the solid state image sensor employing 
the on-chip filter method shown in HG. 25 can successfully 
absorb and shield the obliquely entering light 8 due to the 
thick light-shielding layer 5 of a light-absorption layer. 
Nevertheless, a beam of the incident fight 8 which has 
transmitted through the circumference of the on-chip lens 11 
is shielded by the thick light-shielding layer 5; as a conse- 
quence, even light expected to enter the photodiode 2 is 
absorbed, which lowers sensitivity. Besides, in an attempt to 
form the light-shielding layer 5 by photolithography, a 
negative type of natural protein material, generally used for 
the lithography, cannot be fuDy resolved as the light-shield- 
ing layers requires a thicker film thickness, which facilitates 
the film remainder of the light-shielding layer 5. Conse- 
quently, the photodiode 2 is partially covered at its circum- 
ference, and lowered in sensitivity. Further, the thick light- 
shielding layer 5 sometimes induces material to be melted in 
a development process subsequent to an exposure process, 
and causes a blotted image. 

The present invention overcomes the above conventional 
disadvantages; it is an object of the present invention to 
provide a solid state image sensor and a manufacturing 
method of it, which sensor forms high quality of images by 
successfully shielding flare light generated from obliquely 
entering light and internal reflection light, and eliminating 
spurious signals. 

SUMMARY OF THE INVENTION 

To achieve the above object, a solid state image sensor 
according to the present invention comprises a light-shield- 
ing layer formed outside a photodiode region of a solid state 
image sensing device on a semiconductor substrate which 
carries the solid state image sensing device, and a smooth 
layer formed on the light-shielding layer, and two or more 
light- shielding layers formed on the smooth layer, 

A method for manufacturing a solid state image sensor 
according to the present invention comprises the following 
steps of forming a photodiode region and a vertical CCD in 
a matrix form on a semiconductor substrate, forming a 
transfer gate electrode on the vertical CCD on the semicon- 
ductor substrate via an insulating film, forming a light- 
shielding film on the transfer gate electrode, forming an 
underlying smooth layer for smoothing the semiconductor 
substrate surface, forming a first light-shielding layer on the 
underiying smooth layer on the transfer gate electrode, 
forming a first transparent film on the first light-shielding 
layer and smoothing the first transparent film, forming a 
second light-shielding layer on the first transparent film, and 
forming a second transparent film on the second light- 
shielding layer and smoothing the second transparent film. . 

A method for manufacturing a solid state image sensor 
according to the present invention comprises the following, 
steps fonming a photodiode region and a vertical CCD in a 
matrix form on a semiconductor substrate, forming a transfer 
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gate electrode on the vertical CCD on the semiconductor 
substrate via an insulating film, forming a light-shielding 
film on the transfer gate electrode, forming an underlying 
smooth layer for smoothing the semiconductor substrate 
surface, forming a first light- shielding layer on the under- 5 
lying smooth layer on the transfer gate electrode, forming a 
first transparent film on the first light-shielding layer and 
smoothing the first transparent film, forming a second light- 
shielding layer on the first transparem film, forming a second 
transparent film on the second light-shielding layer and lo 
smoothing the second transparem film, forming a third 
light-shielding layer on the second transparent film, forming 
a third transparent film on the third light-shielding layer and 
smoothing the third transparent film, and forming a miaro 
lens on the third transparent film. 15 

The above construction can efficiently shield and absorb 
flar^igEfwKilS S^se^pi^ uSS*^^ 

the solid^la^ytf2£e|gen^^ in a 

light-s|^^^!^^^^^nn^^S^^^e^bo^^g^^struc- 
tion canjmide,^e^en^wi^ 20 
sens^OT^qmjJi^d^^wit^ of 
imageSj^ce it neithCT^cjoeas^og^ nor 
generates development blotting even when thickening the 
light-sMeldmgl^erT'fiL ggjickness." -" ^=^xz:^^=^ ^ 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIG. 1 shows a sectional view of a principal part of a solid 
state image sensor of a first embodiment according to the 
present invention; 

FIG. 2 shows a sectional view of a principal part of a solid 
state image sensor of a second embodiment according to the 
present invention; 

FIG. 3 shows a view for explaining arrangement of 
light-shielding layers; 35 

FIG. 4 shows a sectional view of a principal part of a solid 
state image sensor of a third embodiment according to the 
present invention; 

FIG. 5 shows a view for explaining steps in a method for 
manufacturing a solid state image sensor of a first embodi- 
ment according to. the present invention; 

FIG. 6 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 

FIG. 7 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 

FIG. 8 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 50 
first embodiment according to the present invention; 

FIG. 9 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 

FIG. 10 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 

FIG. U shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 

FIG. 12 shows a view for explaining other steps in the 
method for manufacmring the solid state image sensor of the 
first embodiment according to the present invention; 

FIG. 13 shows a view for explaining other steps in the 65 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 



4 

FIG. 14 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 

FIG. 15 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
first embodiment according to the present invention; 

FIG, 16 shows a sectional view for explaining an on-chip 
lens forming step; 

FIG. 17 shows a view for explaining steps in a method for 
manufacturing a solid state image sensor of a second 
embodiment according to the present invention; 

FIG. 18 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
second embodiment according to the present invention; 

FIG. 19 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
second embodiment according to the present invention; 

FIG. 20 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
second embodiment according to the present invention; 

FIG. 21 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
second embodiment according to the present invention; 

FIG. 22 shows a view for explaining other steps in the 
method for manufacturing the solid state image sensor of the 
second embodiment according to the present invention; 

FIG. 23 shows a sectional view of a conventional solid 
state image sensor, 

FIG. 24 shows a sectional view of another conventional 
solid state image sensor, and 

FIG. 25 shows a sectional view of still another conven- 
tional solid state image sensor. 

DESCRIPTION OF THE PREFERRED 
EMBODIMENT 

A description will be given of preferred embodiments 
according to the present invention, with reference to the 
accompanying drawings. 

FIG. 1 shows a sectional view of a principal part of a solid 
state image sensor of a first embodiment according to the 
present invention, giving an example Of the on-chip filter 
method. 

A description will now be given of the sectional view of 
a CCD (charge-coupled device) type of the solid state image 
sensor manufactured in accordance with FIG. 1; 

A N-type semiconductor substrate 41 has the surface 
direction (100) and impurity density of about 10*"* cm~^. A 
first P-type diffusion layer 42 is formed on the N-type 
semiconductor substrate 41. The first P-type diffusion layer 
42 has a depth of about 5 fjm and impurity density of about 
10^^ cm~^. The first P-type diffusion layer 42 is provided in 
order to exhaust electric charges unnecessary for a photo- 
diode 43. Hie photodiode 43 is formed as a N-type diffusion 
layer on the N-type semiconductor substrate 41. The pho- 
todiode 43 forms electric charges (photocarrier) by incident 
light from the exterior, and temporarily accumulates them 
therein. Electric charges generated more than the accumu- 
lateable charge amount for Uie photodiode 43 become 
streamed from the photodiode 43 to the other areas. An 
electric charge entering a transfer channel 44 of an N-type 
diffusion layer occasions blooming. Such blooming is 
restrainable by the fint P-type diffusion layer 42. The first 
P-type diffusion layer 42 is fixed at zero voltage. Therefore, 
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a potential profile in these areas is maintained constant 
because electric charges generated in the photodiode 43 are 
exhausted to the N-type semi-conduaor substrate 41 
through the first P-type diffusion layer 42. The impurity 
density of the first P-type diffusion layer 42 set to the 5 
aforementioned value can easily induce a depiction layer in 
the photodiode 43, as the solid state image sensor is acti- 
vated, and increase the photoelectric conversion signal 
amount. The depth of the first P-type diffusion layer 42 is 
determined by the depth of the photodiode 48 and the 
withstand voltage therebetween. The photodiode 43 needs a 
depth of at least about 2 \im to obtain the sufficient photo- 
electric conversion efficiency when receiving light within 
the visible light range. 

The first P-type diffusion layer 42 thus includes thereon 
the N-type difftision layer of the photodiode 43. Light 
entering the photodiode 43 induces electron-hole pairs in the 
depletion layer in the photodiode 43. An electron becomes 
a signal charge via the adjacent transfer channels 44. A hole 
is exhausted outside the N-type semiconductor substrate 41 
through the first P-type diffusion layer 42. The photodiode 
43 thus converts incident light into a signal charge. A second 
P-type diffusion layer 45 is formed on the surface of the 
photodiode 43. 

Hereupon, the reason why the second P-type diffusion 25 
layer 45 is formed will be explained: When the N-type 
diffusion layer of the photodiode 43 is formed in contact 
with a surface boundary between the semiconductor sub- ^• 
strate 41 and a gate insulating film 48, current occurs due to 
the influence of the level at the surface boundary and 30 
aggravates the device characteristic. Accordingly, the sec- 
ond P-type difftision layer 45 having relatively hi^ impurity 
density is formed so that the depletion layer cannot extend 
to the boundary surface between silicon and the insulating 
film. The second P-type difltision layer 45 requires boron 35 
having impurity density above 10^^ cm~^. In an attempt to 
create such impurity density by the usual ion injection 
method, the ion injection generates an injection defect on the 
surface of the semiconductor substrate 41 and causes leak- 
age current. Consequently, the satisfactory improvement 40 
cannot be effected despite an attempt to prevent the dark 
current generation. One method for preventing the injection 
defect caused by the ion injection is hydrogen annealing. 
Nevertheless, this method is ineffective and instable because 
a hydrogen atom which is introduced in the semiconductor 45 
substrate 41 by the hydrogen annealing runs away from a 
surface boundary between the silicon substrate and an oxidic 
film when heat and/or light are applied to the semiconductor 
substrate 41. Therefore, the device manufactured in this 
method has low reliability. 50 

The first P-type diffusion layer 42 includes therein a third 
P-type diffusion layer 47. The third P-type diffusion layer 47 
operates to prevent electric charges which causes noises for 
signals generated in the N-type semiconductor substrate 41, 
, from diffusing towards the transfer channel 44. Hereupon, 55 
the third P-type diffusion layer 47 has a diffusion depth of 1 
pm, and impurity density of 10^^ cm~^. The third P-lypc 
diffusion layer 47 is used to enclose the transfer channel 44 
of the N-type diffusion layer. Such a construction is gener- 
ally referred to as a Hi-C construction. When the diffusion 60 
depth of the third P-type diffusion layer 47 is made deeper 
by heat treatment, the lateral diffusion progresses simulta- 
neously. Therefore, the third P-type di^sion layer 47 pen- 
etrates into the N-type diffusion layer of the photodiode 43. 
When the photodiode 43 is penetrated by the third diffusion 65 
layer 47, its photoelectric conversion output becomes low- 
ered. The transfer channel 44 is a transfer area for transfer- 
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ring signal charges formed in the photodiode 43 to the 
predetermined area. 

The transfer channel 44 has a diffusion depth of about 0.5 
Kun, and the impurity density of 10** to 10" cm~l 

lb achieve the Hi-C construction, the third P-type diffu- 
sion layer 47 need to be made wider than the transfer 
channel 44. 

When a signal charge generated in the photodiode 43 is 
read out to the transfer channel 44, the potential* of the 
transfer channel 44Js made lower |han that of the photo- 
diode 43. In addition, a~signal charge formed in the^hoto- 
diode 43 mu^t be^ controlled^ not to-flow in the transfer 
channel 44, in a case where a signal charge carried -to the 
transfer channel 44 is flowed backward to'the photodiode 43 
or where a signal charge exists in the transfer channel 44. 
Accordingly,-^ fourth P-type diffusion layer 48 for control- 
ling the potential at reading tune is provid^between >he 
photodiode 43 and the transfer channel 44. When a^ignal 
charge is transferred from the photodiode 43 to The transfer 
channel 44, the potentia Hn the fourth P-type diffusion layer 
48 is controlled to be made lower than that,of tKephotodiode 

43, and as high as or higher than that of the transfer channel 

44, When a signal-charge-is-accumulated-in-lhe-transfe/ 
channel 4^,.the potential of the fourth P-type diffusion layer 

48 is controlled to be made higher than that of the photo- 
diode 43 and that of the transfer channel 44 so that the signal 
channel cannot flow backward to the photodiode 43. 

The fourth P-type diffusion layer 48 has a diffusion depth 
of about 1 |am, and surface density of 10*^ to 10^'^ cm~^ on 
the surface of the silicon substrate 4lT~Arvoltage of 0 V or 
15 V of a driving pulse which activates the solid state image 
sensor, an electric charge must be prevented from flowing 
backward from the transfer channel 44 to the photodiode 43, 
or the electric charge ^must be made flow from the photo- 
diode 43 to the transfer channel 44. The diffusion depth and 
the impurity density of the fourth P-type diffusion layer 48 
are respectively set so that in both states they can be the 
threshold voltage which give the optimal potential profiles. 
Preferably, the width of the fourth P-type diffusion layer 48 
is set below 1 fim. The width above 1 ^mi of the fourth P-type 
diffusion layer 48 lowers the transistor's gm characteristic; 
the lowered gra characteristic makes it impossible to com- 
pletely read out signal charges accumulated , in tiie photo- 
diode 43. On tiie contrary, the width below above 1 \im of 
the fourth P-type diffusion layer 48 creates a short channel 
effect. The short channel effect facilitates the punch through 
generation; consequently, a small photoelectric conversion 
output value of the photodiode becomes small. 

The solid state image sensor includes a matrix form of a 
pair of the photodiode 43 and the transfer channel 44. A fifth 
P-type division layer 49 is formed in order to electrically 
separate the adjacent pairs. The fifth P-type diffusion layer 

49 is formed by tiie ion injection. The fifth P-type diffusion 
layer 49 has a depth of about 1 irni and surface density of 
10" to 10*« cm^ 

The surface density of tiie fifth P-type diffusion layer 49 
must be set in the above range so that signal charges 
accumulated in the abutting photodiode 43 cannot be flowed 
in the abutting photodiodes 43. The surface density below 
10" cm~^ allows signal charges in the abutting photodiodes 
43 to flow. The surface density above 10^^ cm~^ creates a 
nanow channel effect in the abutting transfer channel 44. 
The narrow channel effect lowers the transfer capacity of the 
transfer channel 44 and, accordingly, the dynamic range of 
the solid state image sensor, and aggravates the transfer 
efficiency. 
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Preferably, the width of the fifth P-type diffusion layer 49 
is set below about 1 nm. The width above 1 of the fifth 
P-type diffusion layer 49 narrows the transfer area of the 
transfer channel 44: Namely, signal charges accumulated in 
the photodiode 43 cannot be completely read out. The width 5 
below 1 Jim of the fifth P-type diffusion layer 49 creates a 
short channel effect The short channel effect facilitates the 
punch through generation between the photodiode 43 and 
t he transfer channel 44. Consequently, information of adja- 
cent photodiodes 43 is erroneously read out and the resolu- lo 
tion becomes lowered; the output of the photodiode 43 
becomes also lowered. . 

A gate insulating film 50 is grown from a silicon oxidic 
film on the N-type semiconductor substrate 41. The gate 
insulating film 50 is formed by a pyro-oxide method. The 
gate insulating film 50 has a film thickness above 50 nm. 
Preferably, the film thickness of the gate insulating film 50 
is made above 50 nm to improve the transfer efSciency by 
using a fringing effect. 

A tra nsfer gate electrode 51 i s formed by patterning 
polysilicon which has, been grown by the pressure-reduction 
CVD method. The transfer gate electrode 51 has sheet 
resistance of over 10 n and a film thickness of about 500 
nm. The transfer gate electrode 51 is used as an electrode 
which applies the driving pulse for reading out signal 
charges formed in the photodiode 43 and transmits them to 
the transfer channel 44. Thus, preferably, the resistance of 
the transmission electrode 51 is made as low as possible. 
Should the phosphor doping amount increased in order to 
lower the resistance, there would be lowering of the with- 
stand voltage of an interlayer film 52 which has been formed 
by oxidizing surface of the transfer gate electrode 51. 
Therefore, the phosphor doping amount must be set in the 
above value. The interlayer film 52 made of polysilicon 
oxidic film is grown on the surface of the transfer gate 
electrode 51. 

The interlayer film 52 is grown by oxidizing the surface 
of the transfer gate electrode 51 in accordance with the 
pynooxidic method. The film thickness of the interlayer film ^ 
52 is set at about 200 nm. The interlayer film 52 is formed 
in order to maintain the interlayer film's withstand voltage. 
Incidentally, the etching remainder of the polysilicon film 
generated as a result of the etching for forming the transfer 
gate electrode 51 causes leakage voltage therethrough when 
driving voltage is applied thereto. The leakage can be 
checked by burning the polysilicon etching remainder when 
the interlayer film 52 is formed. Since the four-phase driving 
pulse applied to the transfer gate electrode 51 changes 
among levels of -7V, OV, and +15V, the interlayer film 52 
has the withstand voltage for the maximum voltage differ- 
ence above 22V. 

An interlayer film 53 of a silicon oxidic film is formed on 
the surface of the interlayer film 52. Tht interlayer film S3 
has a film thickness of about 100 nm. The interlayer film 53 55 
is formed by the CVD method. The interlayer film 53 is 
formed in order to prevent pinholes or the like from gener- 
ating in the polysilicon oxide film of the interlayer film 52 
and from weakening the withstand voltage partially.. 

A Ught-shielding film 54 is formed from a metallic 60 
evaporation film, such as an aluminum film, in order to 
prevent light from entering the transfer chaimel 44 and 
becoming a smear component. As described above, a dif- 
ference in level of about 2 to 4 jrni is formed on the 
semiconductor substrate 41 of the transfer channel 44 due to 65 
the transfer gate electrode 51 and the light-shielding fihn 54. 
An underiying smooth layer 55 is formed in ordeLtQ^ooth 



the su rface difference in level. A first light-shielding layer 56 
C> LUlKlU oii i h i TU »4Mi d6d i yinB^nTOO t h*lu y g "5S*g l B ploys a 
traglparent acrylic TOBrm igaj y mniTI iiclmess 0^ St to ji urn. 
A firsT^ ffs^ B rnggaYpj ^j^^ 

smoot MayCT55~ma^ of 
ac ryl^^resim^ accordinglY, before the first light-shielding 
laylrS61?tawicated and after the imderiying smooth layer 
55 is formed, the underlying smooth layer 55 is baked and 
fired at the temperature of about 200° C. so as not to be 
transformed. The underlying smooth layer 55 must be 
smoothed enough to form the light-shielding layer thereon 
with high precision; as to the roughness on the surface after 
the underlying smooth layer 55 is formed, a difference 
between a concave bottom surface and a convex top surface 
is kept below 0,1 ^im. The difference of more than 0.1 pm 
causes the upper light-shielding layer's pattern a biased 
light-shielded area distribution according to positions. As a 
result, the finished solid state image sensor comes to have 
the resolution deviated according to the position. The light- 
shielding layer 56 employs gelatin, casein, and/or acrylic 
resin dyed black. Thus, the first light-shielding layer 56 uses 
an organic film, i.e., a negative type of a responsive organic 
film formable by normal lithography. Gelatin and casein are 
exposeable by g ray in photolithography, however low in 
resolution. Therefore, they cannot effect the patterns* 
minuteness associated with the devices' minuteness, and 
their low resolution affects regions other than desired region. 
The present embodiment uses an acrylic resin. The acrylic 
resin is transparent resin unresponsive to light. Diazo- 
compoimd and dimethyl amino ethyl methacrylate 
(DMAEMA) are added to acrylic copolymer; thus, the 
addition of a chromatic radical makes the acrylic resin 
stainable. Thereby, the first light-shielding layer 56 becomes 
stainable, and a negative type of material responsive to i ray 
in the photolithography. The effective patterns' minuteness 
associated with the devices' minuteness can be thus 
achieved, and the resolution can be improved. Furthermore, 
when gelatin and casein are dyed black, material including 
a main component of chromic acid is employed and nega- 
tively affects the environment, i.e., causes environmental 
pollution. On the other hand, since the acrylic resin does not 
employ such material, it does not exert a banefiil influence 
upon the human body and thus is safe. 

The first light-shielding layer 56 is formed so as not to 
interrupt light entering the photodiode 43. The present 
embodiment gives the first light-shielding layer 56 a film 
thickness of 0.3 ^m through 0.5 jim. Hereupon, the film 
thickness caimot be set above 0.8 pm. This is because the 
acrylic resin is a negative type which absorbs developer 
during development and results in so-called swelling, i.e., a 
pattern's distention. Although the swelling can be removed 
by rinse after development and the resin is shrunk, the film 
thickness above 0.8 ^mi triggers an uneven pattern during 
shrinkage. Besides, scum, a stripe peculiar lo the negative 
type, is also formed during development. Such scum is 
formed at an area which is not expected lo be light-shielded. 
Consequendy, due to die swelling and the scum, the finished 
solid state image sensor comes to have deviated sensitivity 
and form a blurred image. To prevent this, the film Uiickness 
need be set below 0.8 |im. In addition, the sectional width of 
the first light-shielding layer 56 is determined so as to cover 
the light-shielding film 54 and not to block a light focusing 
path for the on-chip lens, and is made 2 pm herein. 

A transparent film 57 is formed on it, and a second 
light-shielding layer 58, a transparent film 59, and a third 
light-shielding layer 60 are stacked on the transparent film 
57. The transparent films 57, 59 are made by firing trans- 
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parent acrylic resin. Each of the transparent films 57, 59 has 
a film thickness of 0.5 to 2 \im, and smooths the substrate 
surface. Each of the second and third light shielding layers 
58, 60 employs the same material and the same film thick- 
ness as those of the first light-shielding layer 56. Each 5 
sectional area of the second light-shielding layer 58 and the 
third light-shielding layer 60 is made small enough not to 
shield the light focusing path of the on-chiplens; the more 
upwardly the light-shielding layer is located, the smaller 
section^ area it has. The third light-shielding layer 60 is 
covered with a transparent film 61 having the same material 
and the same film thickness as those of the transparent film 
57. The on-chip lens 62 is formed on it. 
^ Be cause of the above const ructi on, light 63 in cident onto 
the* on-chip lens i n a drection perpendicular to the 
photodiQde'43'^fSrrtirg^Ki 5^^ 
lens 62rthetranspa^ ^fflms.57,.59,61, ^and.tjie^^^g^^ 
smooth layer^sSrSuch Ughi 63_d^ecUy^ead[ies 
diode^43r^wh£reasJo^H 
lens S^^_^pcU^_^lique,.^th;^c^ 
surface of^he sgg^Pgjtoo^ reach the 

photodiodeT3. llie_oWig^]^_^tippJ[^ is 
refractgd^by-jflie^l^^^ and their 

optical paths proceed to the transfer gate electrode 51. 
Finally, they reach the transparent film 54 on the transfer 
gate electrode 51 and are reflected by it. The reflected light 
is transmitted through the underlying smooth layer 55 and 
the Uransparent films 57, 59, 61, reflected at the boundary 
between the transparent film 61 and the micro lens 62, and 
the reflected light enters as flare light into the adjacent 
photodiodes 43. Since the present embodiment arranges the 
light-shielding layers 56, 58, 60 outside the optical path of 
the light 63 which directly transmits from the micro lens 62 
to the photodiode 43, these light-shielding layers can suc- 
cessfully shield and/or absorb reflected light and prevent the 
flare light generation. 

FIG. 2 shows a sectional view of a principal part of a solid 
state image sensor of a second embodiment according to the 
present invention. 

It is similar to the first embodiment in that the respective 40 
diffusion layers are formed on a semiconductor substrate 71 
and a transparent film 72 is formed on the transfer gate 
electrode on the semiconductor substrate 71. What is dif- 
ferent from the first embodiment is that a second light- 
shielding layer 74 and a third light-shielding layer 75 are 45 
directly formed on a first light-shielding layer 73 without 
intervening transparent films therebetween. As to layers 
above the second light-shielding layer 74, the more 
upwardly the layer is located, the smaller sectional area it 
has so as not to shield the light focusing path of the on-chip 5Q 
lens 76. Each of light-shielding layers 73, 74, 75 may have 
the same material and the same film thickness as those 
disclosed in the first embodiment However, since the three 
hght-shielding layers 73, 74, 75 form a multilayer construc- 
tion and a large difference in level, such as 1 .5 to 6 pm, a 55 
transparent film 77 having the corresponding film thickness 
of 2.5 to 7 jun for smoothing the substrate surface is 
provided before the on-chip lens 76. Advantageously, the 
second embodiment has steps fewer than the first embodi- 
ment. However, since the second and third light-shielding go 
layers 74, 75 occasion a large difference in level and 
deteriorate the formed light-shielding layers' patterning pre- 
cision, the second embodiment is not very effective on the 
minute patterning. 

As mentioned above, since the first and second embodi- 65 
ments arrange three light-shielding layers along the optical 
paths transmitting through the on-chip lenses 62, 76, even 
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light not entering the photodiode 43 and scattered in the 
interior does not result in flare light invading the adjacent 
photodiodes 43. Therefore, uneven sensitivity and blurred 
images never occur. 

The reason why the first and second embodiments employ 
three light-shielding layers is determined by the light-shield- 
ing performance. As mentioned above, eadi light-shielding 
layer can employ its film thickness of 0.8 nm at most due to 
the restriction of the formation process. A single light- 
shielding layer which has the film thickness of 0.8 jim and 
is made of acrylic resin can shield 60% light against the 
incident light strength. On the other hand, when three 
light-shielding laycn are used as discussed by the present 
embodiments, light transmitting through the three light- 
shielding layers can be reduced to almost 0.4% of the 
incident light Thus, the number of the stacked light-shield- 
ing layers is determined by taking the required precision into 
account 

Next follows, with reference to FIG. 3, a description of an 
arrangement of the light-shielding layers. The drawing 
shows a sectional view of a part corresponding to one picture 
element (pixel) of the solid state image sensor. A light 
emitted from the subject enters a micro lens 80 through an 
aperture. There are various kinds of light entering the micro 
lens 80: light entering in a direction perpendicular to the 
substrate, and light entering with an arbitrary angle with 
respect to the direction perpendicular to the substrate. The 
arbitrary angle is determined by the optical path of a light 
coming from the aperture. The light incident in the perpen- 
dicular direction transmits through the micro lens 80 and 
creates an image formmg point "A" at a focal point on a 
surface of the photodiode 81. The focus can be achieved by 
adjusting a distance between the surface of the photodiode 
81 and the micro lens 80, or changing a curvature of the 
micro lens 80. On the other hand, the light obliquely entering 
with an' arbitrary angle with respect to the perpendicular 
direction forms an image apart from the image forming point 
"A" focused by the light entering in the perpendicular 
direction. Considering all such rays of light, a width of the 
photodiode is determined, as shown in the drawing, so as to 
cover the area of the image forming points focused by the 
light: Any light definitely transmits through an area held by 
segments CD, EF from both ends of the micro lens 80 to 
both ends of the photodiode. Therefore, the light-shielding 
layer must be located along and outside these segments. 
Hereupon, the segment EF is expressed by the following 
equation, with respect to a center of the photodiode 81 as an 
origin: 

Y=IL(2X-r)l/(R-r) 

wherein "r" is the width of the photodiode 81; "R" is a width 
of the micro lens 80; and "L" is a distance between the upper 
surface of the photodiode 81 and the bottom surface of the 
micro lens 80. 

Thereby, each position of edges G, H, I over the substrate 
is respectively determined with respect to the origin as 
follows: [dl(R-rHrL]/2L, [(dl-Ki2)(R-r)-f-rL]/2L, [(dl+d2-)- 
d3)(R-r)+rL]/2L wherein "dl" is a height from the upper 
surface of the photodiode to the edge G which is located at 
an upper portion of the first light-shielding layer 82 and at 
the side of the photodiode; "d2" is a height from the edge G 
to the edge H which is located on the second light-shielding 
layer 83 and at the side of the photodiode; '*d3" is a height 
from the edge H 10 the edge I which is located on the third 
light-shielding layer 84 and at the side of the photodiode; 
and '*P" is a distance between center points of the two 
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adjacent micro lenses 80. Preferably, each width W of the 
light-shielding layers is determined by calculating the dif- 
ference from the similar equations as follows: The width of 
the first light-shielding layer 82 is [dl(R-r) +L(P-R)]/L; the 
width of the second light-shielding layer 83 is [(di-Hi2) 
(R-r)+L(P-R)]/L; and the width of the third light-shielding 
layer 84 is [(dl+d2-Ki3) (R-r)+L(P-R)]/L. Hereupon, "R" is 
a distance between two abutting micro lenses 80: Namely, an 
edge of one micro lens 80 is in contact with another edge of 
the abutting micro lens 80. 

FIG. 4 shows a sectional view of a principal part of the 
solid state image sensor of a third embodiment according to 
a present invention, giving an example of the filter bonding 
method. The description refers to a construction after the 
light-shielding layen have been formed. The semiconductor 15 
substrate 90 includes a photodiodc 91 and a vertical CCD 
portion 92. Stacked on the semiconductor substrate 90 are 
the transfer gate electrode 93 and the light- shielding layer 
94. An underlying smooth layer 95 is formed in order to 
smooth the surface difference in level on the semiconductor 20 
substrate 90; a first light-shielding layer 96 is formed on it 
so as not to interrupt light entering the photodiode 91. 
Preferably, the first light-shielding layer 96 has a sectional 
width laiTge enough to cover the lighi-shielding layer 94, and 
the first light-shielding layer 96 has a thickness below 0.8 25 
pm so as to prevent blotting of after development. Stacked 
on the first light-shielding layer 97 are a transparent film 97 
and a second light-shielding layer 98 so as not to interrupt 
light entering the photodiode 91. Sincg^jiaaiaisamJrans- 
mitting thr ough a col or filter 99 is approximately normal to 30 
the color fiit&r 99, t HTsgEri jMisOrd troSii erligfit-smeldi 
layers above the second may somewhat be smaller than the 
first light-shielding layer 96. Preferably, the second light- 
shielding layer 98 has a thickness below 0.8 ^mi so as not to 
generate blotting after development. A transparent film 100 35 
is formed covering the second light-shielding, layer 98, and 
a color filter 99 is bonded on it via a filter bonding layer 101. 
The color filter 99 is formed on a plate glass. A light- 
shielding layer 102 is formed on the plate glass by a chromic 
film. The plate glass and the semiconductor substrate.90 are 40 
adjusted in position by alignment marks provided for them, 
and bonded together via the filter bonding layer 101. This 
method is referred to as a filter glass bonding method. 
According to this method, unlike the first and second 
embodiments, since light incident to the photodiode 91 
. enters the subsume surface almost perpendicularly, a width 
of the light-shielding layer need not be varied according to 
positions. This solid state image sensor also receives an 
obliquely entering light 108. Such a light is reflected on the 
filter bonding layer 101 on the transfer gate electrode 93, 
transmitted through the underlying smooth layer 95, the 
transparent films 97, 100, and the filter bonding layer 101. 
and reflected on the upper surface of the color filter 99. The 
reflected light 108 enters the abutting photodiodes 91. 
According to this embodiment, since the light 96, 98. 102 55 
shield and/or absorb light reflected by the light-shielding 
film 94 and/or light reflected on the plate glass surface, flare 
light never occurs. 

Next follows, with reference to the drawings, a descrip- 
tion of a method for manufacturing a solid state image 
sensor of one embodiment according to the present inven- 
tion. 

FIGS. 5 through 16 are sectional views for explaining 
processes in the manufacturing method. 

First of all, a photodiode 111 and a vertical CCD is 
formed, as shown in FIG. 5, on a semiconductor substrate 
110 which carries a solid state image sensor. Then, a transfer 
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gate electrode 113 is formed on the vertical CCD 112. A 
light-shielding layer 114 for preventing light from entering 
the vertical CCD 112 is formed on the transfer gate electrode 
113, covering the vertical CCD 112. 

Next, as shown in FIG. 6, an underlying smootii layer 115 
for smootiiing surface roughness is formed on the surface of 
the semiconductor substrate 110 by applying transparent 
synthetic resin, such as acrylic resin having a sufficient 
transmission ratio for the visible light, by means of a rotation 
application method which sets the number of revolutions in 
accordance with the resin's viscosity. 

Then, as shown in FIG. 7, material for a first light- 
shielding layer 116 is applied on the underiying smooth 
layer 115 by the rotation apphcation metiiod. The material 
for the first light-shielding layer 115 employs natural protein 
including an optical-absorption coloring matter, such as 
gelatin and casein, or acrylic resin including an optical- 
absorption coloring matter. Alternatively, mstead of using 
material including a coloring matter, stainable natural pro- 
tein or synthetic resin may be rotatively applied to the 
underlying smooth layer 115, then dyed an optical absorbing 
color (generally black), and finally fixed by tannic acid and 
tartar emetic so as not to be decolored. 

SubsequenUy, as shown in FIG. 8, a first light-shielding 
layer 116 is remained on the light-shielding film 114. If titis 
process employs resin material which has been made pho- 
tosensitive by adding chromic acid, diazo, and azide, the 
process performs the resin cross-linkage for a portion litiio- 
graphically radiated by ultraviolet light and/or far-ultraviolet 
light, washes away the non-radiated portions by developer 
and rinse, and finally forms Uie first light-shielding layer 
116. On the other hand, the process rotatively applies, when 
employing nonphotosensitive resin material, photo resist on 
material for the first light-shielding layer 116, exposes the 
photo resist into a desired pattern witii ulutiviolet light or the 
like, and dry-etches or wet-etches a portion having no resist 
pattern after development. TTien, the resist remainder is 
burnt to ashes and removed away; the first light-shielding 
layer 116 having the desired pattern is tiius formed. 

Then, as shown in FIG. 9, a smoothing transparent film 

117 is formed throughout the whole surface by using acrylic 
resin or tiie like. Then, the material used to form the first 
light-shielding layer 116 is rotatively applied, as shown in 
RG. 10. 

Then, as shown in FIG. 11, a second light-shielding layer 

118 having a predetermined pattern is formed by the same 
process as tiiat shown in FIG. 8. When tiie on-chip lens is 
supposed to be formed, the sectional area of the second 
light-shielding layer 118 is made smaller tiian tiiat of the first 
light-shielding layer 116 so as not to block the light focused 
on tiie photodiodc 111 by the on-chip lens. Incidentally, 
without tiie on-chip lens, tiie first light-shielding layer 116 
and the second light-shielding layer 118 may have the same 
sectional area. 

Next, as shown in FIG. 12, a transparent film 119 is 
applied throughout die whole surface. Then, as shown in 
FIG. 13, the material used for tiie first light-shielding layer 
116 is rotatively applied on the transparent film 119 by the 
same process as tiiat shown in FIG. 10. 

As shown in FIG. 14, a tiiird light-shielding layer 120 
having a predetermined pattern is formed by the same 
process as that shown in FIG. 11, Fmally, a Uransparent film 
121 is applied throughout the whole surface. The transparent 
films 117, 119, 121 applied in the above processes are 
optically united with each other. Incidentally, if the on-chip 
lens is not used, the procedure ends at the process shown in 
FIG. 15 or subsequenUy requires a color filter bonding 
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process. If the on-chip lens is used, it is fonned, after the 
process shown in FIG. 15, just above the photodiodc 111. as 
shown in FIG. 16. 

Next follows, with reference to the drawings, a descrip- 
tion of the manufacturing method in a case where transpar- 
ent films are not inserted into the first, second and third 
light-shielding layers. 

FIGS 17 through ^1 tar . pfirriwnly nhnw nnrtinnnl views 

f^X 3U)laimng processes,-QL ,Ae"^affi»^afitegng method. 

■s faown in F^G. 17 are ine same processeT'as rnose sfiown in 
Flui. Slo'oj'Tlkitf'a description thereof will be omitted. As 
shown in FIG. 18, the second hght-shielding layer 118 
employs the same material as that shown in FIG. 7; the 
material is rotatively applied. Then as shown in FIG. 19, the 
second light-shielding layer 118 is formed by means of a 
process similar to that shown in FIG. 8. The sectional area 
of the second light-shielding layer 118 is made smaller than 
that of the fint light-shielding layer 116, as not to block light 
focused on the photodiode 111 by the on-chip lens. Simi- 
larly, the third light-shielding layer 120, having the sectional 
area smaller than the second light-shielding layer 116, is 
fonned, as shown in FIG. 20. Next, as shown in FIG. 21, the 
surface is smoothed by a transparent film 123. Then, as 
shown in FIG. 22, after a transparent film 124 is formed by 
the rotation application method, the on-chip lens 122 is 
formed in accordance with the photodiode 111. 

As mentioned above, the present invention forms two or 
more light-shielding layers outside the photodiode of the 
solid stale image sensor formed on the semiconductor sub- 
strate, while inserting or not inserting transparent films 
between the layers; thus, among the incident light., the flare 
light generated from light obliquely entering the solid stale 
image sensor or intemal reflection light induced by the 
light-shielding metal layer can be efficiently shielded and 
absorbed. In addition, since the film thickness per light- 
shielding layer can be made small, there is no blot after 
development; thus, an excellent solid state image sensor for 
forming a better image screen can be provided. Moreover, 
by reducing the sectional areas of the light-shielding layers 
in a descending order from the semiconductor substrate^ 
even if the on-chip micro lens is formed, a solid state image 
sensor can be provided which does not interrupt light 
focused on the photosensitive portion by the on-chip lens. 

Further, the present invention is effectively applicable to 
any solid state image sensor employing the on-chip filter 
method for directly forming a color filter on the solid state 
image sensor substrate, a filter bonding method for bonding 
a color filter preformed on a plate glass, or a method which 
does not load a filter. 

Therefore, the spirit and scope of the appended claims 
should not be limited to the description of the preferred 
versions contained herein. 

What is claimed is: 

1. A solid stale image sensor comprising: 
a light-shielding layer formed outside a photodiode of a 

solid state image sensing device on a semiconductor 
substrate which carries said solid state image sensing 
device; 

a smooth layer formed on said light-shielding layer; and go 
two or more light-shielding layers formed on said smooth 
layer to lie. with one above the other, along an optical 
path for incoming light on the photodiode but lie 
outside the optical path. 

2, A solid state image sensor according to claim 1, 
wherein a transparent film is formed between said light- 
shielding layers along the optical path of the incoming light. 
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3. A solid state image sensor according to claim 1, 
wherein at least one transparent film is formed on said two 
or more light-shielding layers stacked along the optical path 
of the incoming light 

4. A solid state image sensor according to claim 1. 
wherein the sectional widths of the said light-shielding 
layers are made sequentially nanower as being off from the 
semiconductor substrate along the optical path of the incom- 
ing light, 

5. A solid state image, sensor according to claim 3, 
wherein a micro lens is formed on an uppermost transparent 
film in accordance with a position of said photodiode of said 
solid state image sensing device. 

6. A solid state image sensor according to claim 5, 
wherein a width W of each of said light-shielding layers is 
defined as follows: 

W=ld(R-r>fUP-R)l/L 

wherein r is a width of the photodiode. r is a width of said 
micro lens, L is a distance from an upper surface of said 
photodiode to a bottom surface of said micro lens, d is a 
height from said photodiode to each of said light-shielding 
layers, and P is a distance between center points of two 
adjacent photodiodes. 

7. A solid state image sensor according to claim 1, 
wherein at least one of said light-shielding layer employs a 
negative type of photosensitive and stainable acrylic resin. 

8. A solid state image sensor according to claim 7, 
wherein at least one of said light-shielding layers has a film 
thickness of 0.3 to 0.8 \im. 

9. A solid state image sensor according to claim 7, 
wherein each of said light-shielding layers is made of 
diazo-compound and dimethyl amino ethyl methacrylate 
(DMAEMA) which are added to acrylic copolymer. 

10. A method for manufacturing a solid state image sensor 
comprising the steps of: 

forming a photodiode and a vertical CCD in a matrix form 
on a semiconductor substrate; 

forming a transfer gate electrode on the vertical CCD on 
the semiconductor substrate via an insulating film; 

forming a light-shielding film on the transfer gate elec- 
trode; 

forming an underlying smooth layer for smoothing the 
semiconductor substrate surface; 

forming a first light-shielding layer on the underlying 
smooth layer on the transfer gate electrode; 

forming a first transparent film on the first light-shielding 
layer and smoothing the first transparent film; 

forming a second light-shielding layer on the first trans- 
parent film; and 

forming a second transparent film on the second light- 
shielding layer and smoothing the second transparent 
film. 

11. A method for manufacturing a solid state image sensor 
comprising the steps of: 

forming a photodiode and a vertical CCD in a matrix form 
on a semiconductor substrate; 

forming a transfer gate electrode on the vertical CCD on 
the semiconductor substrate via an insulating film; 

forming a light-shielding film on the transfer gate elec- 
trode; 

fonning an underlying smooth layer for smoothing the 

semiconductor substrate surface; 
forming a first light-shielding layer on the underlying 

smooth layer on the transfer gate electrode; 
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foiming a first transparent film on the first light-shielding 
layer and smoothing the first transparent film; 

forming a second light-shielding layer on the first trans- 
parent film; 

forming a second transparent film on the second lightr 
shielding layer and smoothing the second transparent 
film; 

forming a third light-shielding layer on the second trans- 
parent film; 

forming a third transparent fihn on the third light-shield- 
ing layer and smoothing the third transparent film; and 
forming a micro lens on the third transparent film. 

12. An on-chip filter type solid state image sensor com- 
prising: 

a semiconductor substrate; 

a photodiode disposed on the semiconductor substrate for 
photoelectric conversion into electric charges by 
incoming light; 

a transfer electrode disposed on the semiconductor sub- 
strate for transmission of the electric charges from the 
photodiode; 

a light-shielding layer disposed to cover the transfer 
electrode and shield the transfer electrode against the 
incoming light; 
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a smooth layer disposed on the light-shielding layer; 

a micro lens disposed above the smooth layer for collect- 
ing the incoming light; and 
J two or more light-shielding layers disposed between the 
smooth layer and the micro lens and arranged along an 
optical path of the incoming light traveling from the 
micro lens to the photodiode and located outside the 
optical path of the incoming light on the photodiode, 
10 for shielding the incoming light reflected from the 
transfer electrode. 

13. A solid state image sensor comprising: 

a semiconductor substrate; 

^ ^ a photodiode disposed on the semiconductor substrate for 
photoelectric conversion into electric charges by 
incoming light; 
a light-shielding layer formed and arranged along an 
optical path of the inconung light on the photodiode 

2Q and outside the optical path of the incoming light on the 
photodiode, said light-shielding layer comprising 
diazo-compound and dimethyl amino ethyl methacry- 
late (DMAEMA) which are added to acrylic copoly- 
mer. 

* * * * if 
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